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Building Limes and Gypsum Products Sectional Committee, CED 04 


FOREWORD 


This Indian Standard (Part 1/Sec 8) (Second Revision) was adopted by the Bureau of Indian Standards, after the 
draft finalized by the Building Limes and Gypsum Products Sectional Committee had been approved by the Civil 
Engineering Division Council. 


Over the last few years, the consumption of gypsum and gypsum based product has increased. Gypsum is utilized 
in the manufacture of cement, plaster of Paris, drywall, etc. The major source of supply of gypsum in the country 
is from the state of Rajasthan. It is also mined in Tamil Nadu, Uttar Pradesh and to a smaller extent in Gujarat, 
Jammu and Kashmir, and Maharashtra. 


Calcined gypsum is used in the plasters and manufacture of plaster of Paris. It is also used in the manufacture of 
partition blocks, sheets and tiles, plaster and insulating boards, and for stucco and lattice works. Gypsum in 
crushed condition is utilized in Portland cement manufacture, where it acts as a retarder, controlling the setting 
time of cement. Gypsum blocks are also used as building stones. Ground gypsum, as filler, is utilized in paint, 
paper, rubber, textiles, etc. In pottery, gypsum is used for moulding purposes. Besides, gypsum rock is used as a 
flux in the smelting of nickel ores and in tin plate industry for polishing plates. 


A number of Indian Standards on gypsum building materials covering specifications, code of practices, etc have 
been prepared with a view to assisting the gypsum industry in its development. In line with that, methods of test 
for gypsum plaster, concrete and products, IS 2542 was prepared in two parts in the year 1964 and revised 
subsequently in 1978. 


Part 1 of IS 2542 covered, the methods of test for gypsum plaster and gypsum concrete, and Part 2 of IS 2542 
covered, the methods of test for gypsum products. 


In this revision, it was decided to review and update the various existing test methods of gypsum, taking into 
consideration the latest international practices and developments in this field and the current practices in the 
country. The significant changes incorporated in this revision of IS 2542 (Part 1) are as follows: 


a) New test method for determination of free water has been introduced; 

b) New test method for determination of fineness has been introduced; 

c) Test specimen clause has been elaborated; 

d) Clause relating to the reporting of test results has been described separately; and 
e) Reference to various Indian Standards have been updated. 


In this revision, IS 2542 (Part 1) is split into separate sections adding two new parts. This standard 
(Part 1/Section 8) the mass of coarse particles. The other standards in the series are: 


Section 1 Determination of normal consistency of gypsum plaster 

Section 2 Determination of normal consistency of gypsum concrete 

Section3 Determination of setting time of plaster and concrete 

Section4 Determination of transverse strength of gypsum plaster 

Section5 Determination of compressive strength and dry set density of gypsum plaster 
Section6 Determination of soundness of gypsum plaster 

Section7 Determination of impact resistance of gypsum plaster by dropping ball test 
Section9 Determination of expansion of gypsum plaster 

Section 10 Determination of sand in set gypsum plaster 

Section 11 Determination of wood fibre content in wood fibre gypsum plaster 

Section 12 Determination of dry bulk density 

Section 13 Determination of free water 

Section 14 Determination of fineness 


(Continued on third cover) 
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GYPSUM PLASTER, CONCRETE AND PRODUCTS — 
METHODS OF TEST 


PART 1 PLASTER AND CONCRETE 
SECTION 8 DETERMINATION OF MASS OF COARSE PARTICLES 


( Second Revision ) 


1 SCOPE 


This standard (Part 1/Sec 8) covers the procedure for 
determining the mass of coarse particles. 


2 REFERENCES 


The standards given below contain provisions 
which, through reference in this text, constitute 
provisions of this standard. At the time of 
publication, the editions indicated were valid. All 
standards are subject to revision and parties to 
agreements based on this standard are encouraged to 
investigate the possibility of applying the most 
recent edition of these standards: 


IS No. Title 
IS 460 Test sieves — Specification: 
(Part 1): 2020 Part 1 Wire cloth test sieves 
(fourth Revision) 


IS 2469 : 2023 Gypsum — Glossary of 


terms (second revision) 


3 TERMINOLOGY 


For the purpose of this standard, the definitions 


given in IS 2469 shall apply. 
4 OBJECTIVE 


This test method is intended to determine the mass 
of coarse particles. 


5 APPARATUS 


5.1 Balance — capable of weighing at least 1 000 g 
at an accuracy of + 0.1 g 


5.2 Sieves as per IS 460 (Part 1). 

6 PROCEDURE 

Air-set lumps in the sample should be broken down 
with the fingers. Sift 100 g of plaster continuously 
for 5 min on a 1.18 mm or 90 um IS sieve, as 
required. Care should be taken that no material 
should be rubbed on the sieve. 


7 REPORT 


Report the weight of residue on the sieve. 
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For the purpose of deciding whether a particular requirement of this standard is complied with the final value, 
observed or calculated, expressing the result of a test or analysis shall be rounded off in accordance with 
IS 2 : 2022 ‘Rules for rounding off numerical values (second revision)’. The number of significant places retained 
in the rounded off value should be the same as that of the specified value in this standard. 


Bureau of Indian Standards 


BIS is a statutory institution established under the Bureau of Indian Standards Act, 2016 to promote harmonious 
development of the activities of standardization, marking and quality certification of goods and attending to 
connected matters in the country. 
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BIS has the copyright of all its publications. No part of these publications may be reproduced in any form without 
the prior permission in writing of BIS. This does not preclude the free use, in the course of implementing the 
standard, of necessary details, such as symbols and sizes, type or grade designations. Enquiries relating to 
copyright be addressed to the Head (Publication & Sales), BIS. 


Review of Indian Standards 


Amendments are issued to standards as the need arises on the basis of comments. Standards are also reviewed 
periodically; a standard along with amendments is reaffirmed when such review indicates that no changes are 
needed; if the review indicates that changes are needed, it is taken up for revision. Users of Indian Standards 
should ascertain that they are in possession of the latest amendments or edition by referring to the website- 
www.bis.gov.in or www.standardsbis.in. 
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